B. Amendment to the Claims 
Please amend claim 1 as follows. 



1 ; (Currently Amended) An endless belt for use in an 
electrophotographic apparatus, to which a toner image on a photosensitive member of the 
electrophotographic apparatus is transferred by applying a first transfer bias and from 
which the toner image is transferred to an image-receiving material by applying a second 
transfer bias, the belt having a single-layer structure, having a resistance of 1 x 10° to 1 x 
10 14 Q and comprising a conductive agent and a thermoplastic resin A 

wherein the thermoplastic resin has having a diphenyl sulfone structure 
represented by the following Formula (1) and having a resistanc e o f 1 x 10° to 1 x 10* *Q: 




whe r ein t he belt is o btained by a pr o cess c o mprising the s t eps o f: pr o viding an ex t rusi o n 
mate r ial having a b re aking extensi o n o f 2% or m or e and a tensile b r eaking st r ength of 
40MPa o r m o re, the extrusi o n mat e rial comprising th e th e rmoplastic resin; ex t ruding the 
ex tr usi o n ma t erial in a m o l t en s t a t e t hrough a eiroular die having an ex t ernal diame t e r and 
a sli t ^width; and subjecting the e x t ruded resin t o a s c al e -u p inflati o n by ai r bl o wing or 
drawing the ex tr uded r esin by applying t ensi o n and f o rming a seamless b e lt having a 
t hickness n o t larger than 1/3 o f the slit- wid t h o f the circular die and an ext e rnal diamete r 
fro m 105% to 400% of the external diam e te r of the circular die . 



-2- 



2. (Previously Presented) An endless belt according to claim 1, wherein 
said thermoplastic resin having a diphenyl sulfone structure is a thermoplastic resin having 
a structural unit represented by the following Formula (2) or (3) 




3. (Original) An endless belt according to claim 1, which has a 
thickness of from 40 to 300 ^m. 



4. (Cancelled) 



5. (Original) An endless belt according to claim 1, which has a 
thickness not larger than 1/5 of the slit width of the circular die used. 



6-9. (Cancelled) 



1 0. (Previously Presented) An endless belt according to claim 1 , which 
has a maximum value of a surface-direction resistance that is not greater than 100 times a 
minimum value of said surface-direction resistance. 

1 1 . (Previously Presented) An endless belt according to claim 1 , which 
has a maximum value of a thickness-direction resistance that is not greater than 1 00 times a 
minimum value of said thickness-direction resistance. 



12. (Original) An endless belt according to claim 1, which is an 
intermediate transfer belt. 



13. (Original) An endless belt according to claim 1 , which is a transfer 
material carrying belt. 



14-29. (Cancelled) 



30. (Previously Presented) An image forming apparatus for 
electrophotography comprising: 

a photosensitive member; 

an endless belt according to claim 1 ; and 

means for transferring a toner image formed on the photosensitive member 
to the endless belt under an application of a first transfer bias; and 



means for transferring the toner image from the endless belt to an image- 
receiving material under an application of a second transfer bias. 

3 1 . (New) An endless belt according to claim 1 , which has a thickness 
not larger than 1/3 of the slit-width of the circular die used. 

32. (New) An endless belt according to claim 1 , which has an external 
diameter from 50% to 400% of the external diameter of the die slit of the circular die used. 



33. (New) An endless belt according to claim 1, which has an external 
diameter of more than 100% and 400% or less that the external diameter of the die slit of 
the circular die used. 



34. (New) An endless belt according to claim 1, which has an external 
diameter from 105% to 400% of the external diameter of the die slit of the circutodie^ 
used. 



